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holes and* straight splits one fourth of the length of the piece are admissible.
FENCING   S.   I S.
38.    No. i common fencing must be manufactured from sound stock.    May contain  sound knots  equal  in diameter to not  over  one  third  the  width  of  piece   at any  given point throughout its length, but must be free  from spike knots the length of which is over one half the width of piece.    Also, free from wane over one half inch deep on edge and one half the length of any piece  measured on one side.    This grade must work its full length without waste.
39.    No. 2 common fencing shall admit of pieces that fall below  No.   i   common   which   are  free  from through rotten streaks.
40.    Miscut i inch stock in boards and fencing which does not fall below J^ inch thick shall be admitted  in No. 2 common, provided that the grade of such thin stock is in all other respects as good as No. i common.
DIMENSION  S.    I   S.   IE.
41.    No. I  Common Dimension  shall be   manufactured from sound stock, and be free from loose and unsound knots, and large knots so located as to materially impair the strength of the piece; will admit of seasoning checks  and heart shakes that do not go through, of slight wane and such other defects as do not prevent its use as substantial structural material.
42.    No. 2 Common Dimension  admits all pieces falling below  No.   i   common  which are free  from   through  rotten streaks, and sound enough to be used without waste.
43.    Miscut 2 inch stock which   does not fall below   ij4 inch shall be  admitted in No.  2  common, provided that the grade of such thin stock is in all other respects as good as No. i  common.
44.    In boards, fencing and dimension, stock falling below No. 2 grade and excluding dead culls shall be classed as No. 3.
45.    Dressed timbers shall conform in grade to the specifications applying to rough timbers of similar size.
ROUGH   YELLOW  PINE----FLOORING   STRIPS    AND   FINISHING.
46.    Flooring strips are 3 inches, 4 inches, 5 inches and 6 inches wide when green;  square-edged and evenly  manu-factured.                                                  .
47.    Finish  must   be   evenly   manufactured,    and   shall embrace all  sizes from   i inch to   2 inches thick by six inches and over in width.
48.    No finishing lumber, unless otherwise ordered, should measure when dry and rough less than ^ inch   scant in thick-